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INTRODUCTION 


In  compliance  with  a  request  of  NATO  AC  225,  Panel  IV,  Subpanel  2 
during  Its  November  1976  meeting,  the  United  States  participated  In  a 
Round-Roblh  test  program  with  explosives  coming  from  the  same 
source.  The  purpose  of  the  program  was  to  develop  and  standardize 
methods  for  characterizing  the  sensitivity  of  explosives  for  main  and 
booster  explosives.  Each  participating  country  was  to  test  the 
Identical  explosives  with  Its  own  procedures  and  equipment  so  that 
the  sensitivity  data  developed  would  give  Information  on  sensitivity 
levels  leading  to  relative  rankings  for  acceptance  criteria. 

The  NATO  nations  who  participated  In  the  Round-Robin  test  program 
were  Belgium,  Federal  Republic  of  Germany,  France,  Italy,  The 
Netherlands,  United  Kingdom,  and  the  United  States.  For  the  United 
States  the  tests  were  performed  by  the  Energetic  Materials  Division, 
Large  Caliber  Weapon  Systems  Laboratory,  U.S.  Army  Research  and 
Development  Command,  (ARRADCOM),  Dover,  NJ  07801. 

The  five  candidate  explosives  selected  for  the  program  were  PETN, 
HMX,  RDX,  TNT,  and  tetryl.  These  materials  were  obtained  and 
distributed  by  Bundeslnstltut  fur  chemlsch-technlsche  Untersuchungen 
(BICT),  Federal  Republic  of  Germany.  The  analytical  data  on  these 
materials  are  listed  In  a  BICT  document  dated  7  April  1978,  which  Is 
Included  In  the  appendix. 


TEST  PROGRAM 

For  the  United  States  the  following  sensitivity  and 
characterization  tests  were  conducted  on  the  five  BICT-furnlshed 
explosives: 

Impact  Sensitivity  Tests 

Picatinny  Arsenal  Impact  Tester 

Full  curve  -  20  samples  per  point 
50%  Point  (Bruceton  method) 

10%  Point  (Picatinny  Arsenal  method) 

ERL  (NOL)  -  Type  12  Impact  Tester 

Pull  curve  -20  samples  per  point 
50%  Point  (Bruceton  method) 

10%  Point  (Picatinny  Arsenal  method) 
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Thermal  Sensitivity 


Melting  point 

373  K  (100“ C)  vacuum  stability  teat 
Explosion  temperature  teat 

Differential  thermal  analysis/thermogravimetric  analysis 
(DTA/TGA) 

Differential  scanning  calorimetry  (DSC) 

Electrostatic  sensitivity  test 
Infrared  spectroscopy  (IR) 

Nuclear  magnetic  resonance  (NMR) 

Chemical  analyses 
Particle  size  distribution 


RESULTS 

The  test  program  began  with  a  drying  period.  Each  of  the 
explosives  were  placed  in  a  vacuum  oven  at  333  K  (60“C)  over  a 
weekend  and  then  sieved  through  a  1mm  mesh  coarse  screen. 

Impact  Sensitivity 

The  Impact  sensitivity  tests  were  performed  on  the  Picatinny 
Arsenal  (PA)  (now  ARRADCOM)  Impact  apparatus  and  the  ERL  (NOL)  Type 
12  Tool  Impact  tester.  The  PA  Impact  tester  utilizes  a  2-kg  drop- 
weight  (refs  1,2)  with  the  sample  In  a  confined  environment.  The  ERL 
impact  apparatus  uses  a  2.5-kg  dropweight  with  the  sample  resting  on 
sandpaper  between  two  anvils  (refs  1,2). 

The  impact  sensitivity  tests  were  conducted  in  a  controlled 
environment  -  55%  relative  humidity  at  293  K  (20°C)  (68°F). 

Three  test  methods  were  conducted;  the  full  run-down  firing 
curve,  (also  known  as  the  up-and-down  or  staircase  method),  the  50% 
Bruceton  method,  and  the  10%  Picatinny  Arsenal  point.  The  run-down 
and  Bruceton  methods  are  well  known.  The  10%  PA  point  is  the  minimum 
height  at  which  at  least  one  of  ten  trials  result  in  a  reaction. 

In  all  the  impact  tests  performed  any  reaction,  i.e.  smell,  burn, 
snap,  noise,  etc.  is  considered  a  "fire”  or  "go". 

The  results  of  the  run-down  tests  on  the  Picatinny  Arsenal  impact 
apparatus  are  listed  in  table  1.  For  the  same  type  of  tests 
conducted  on  the  ERL  (NOL)  Type  12  apparatus  the  results  are  listed 
in  table  2. 
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Table  3  lists  the  50%  points  obtained  by  the  Bruceton  up-down 
method  for  the  NATO  explosives  as  determined  with  the  Plcatlnny 
Arsenal  and  the  ERL  apparatus.  Included  are  the  10%  firing  points 
obtained  with  the  two  Impact  testers.  As  a  comparison,  the  50%  and 
10%  points  obtained  from  the  full  run-down  curves  of  both  testers  are 
listed. 

Thermal  Sensitivity  and  Chemical  Analysis 

The  following  characteristics  were  determined  for  the  five  BICT- 
supplled  NATO  explosives:  melting  point  (setting  point),  acidity  (as 
sulfuric  acid),  purity,  sodium  content.  Insoluble  matter,  acetone 
Insolubles,  Inorganic  Insolubles,  nitrogen,  and  373  K  (100°C)  vacuum 
stability  test.  The  results  are  listed  In  table  5.  Comparisons  are 
made  with  the  results  listed  In  the  appendix. 

The  confined  explosion  temperature  test  (ref  3)  was  conducted  on 
the  five  explosives.  The  results  are  plotted  In  figure  1  and  the 
tlme-to-exploslon  temperatures  for  1-sec  and  5-sec  are  listed  In 
table  6.  The  results  are  compared  with  those  of  similar  United 
States  made  explosives  (ref  4). 

The  DTA/TGA  thermograms  were  obtained  simultaneously  with  the 
Mettler  apparatus  at  a  heating  rate  of  10  K  per  min.  The  DTA/TGA 
thermograms  were  run  In  air  and  nitrogen  atmospheres.  These  are 
shown  In  figures  2  through  12.  Table  7  lists  the  endotherms  and 
exotherms,  the  start  of  decomposition,  and  the  10%  weight  loss 
temperature  for  each  of  the  materials. 

The  DSC  runs  were  obtained  with  a  Perkln-Elmer  apparatus,  model 
DSC-1  at  a  heating  rate  of  10  K  per  min.  The  melting  points  and  the 
rapid  decomposition  points  (peak)  for  each  of  the  explosives  are 
listed  In  table  8. 

Electrostatic  Sensitivity 

Each  of  the  five  explosives  were  subjected  to  the  electrostatic 
sensitivity  test  (ref  1).  The  test  was  conducted  at  a  voltage  of 
5000  VDC  and  a  capacitance  of  0.02  microfarad  at  ambient  temperature 
-  293  K  (20°C)  -  and  a  relative  humidity  of  55%.  For  all  of  the 
explosives  no  fires  occurred  in  20  consecutive  tests  for  each 
explosive  at  the  0.25  joule  level.  This  Is  the  acceptance  level  for 
the  Interim  qualification  of  explosives  for  military  use. 
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Infrared  Spectroscopy 

The  Infrared  spectra  of  the  five  NATO  explosives  were  obtained 
and  are  shown  In  figures  13  through  17.  Comparisons  were  made  with 
IR  spectra  of  United  States  made  explosives  (ref  5).  The  spectra 
were  In  close  agreement  with  the  referenced  materials. 

Nuclear  Magnetic  Resonance 

Nuclear  magnetic  resonance  spectra  were  obtained  for  a  10% 
solution  of: 

PETN  in  deuteroacetone ,  (fig.  18) 

HMX  In  deuterodlmethylsulfoxlde,  (fig.  19) 

RDX  In  deuterodlmethylsulfoxlde  *  (fig.  20) 

Tetryl  In  deuteroacetone  (fig.  21) 

TNT  In  deuteroacetone  (fig.  22) 

These  NMR  spectra  (figs.  18  through  22)  were  compared  to  those 
published  In  reference  6  and  they  were  found  to  be  the  same  within 
experimental  error.  Integrals  of  the  spectra  for  tetryl  and  TNT 
(figs.  23,24)  show  the  expected  peak  area  ratios  (within  experimental 
error)  for  the  three  methyl  and  two  ring  protons  found  in  these 
compounds . 

The  procedures  for  obtaining  the  NMR  spectra  also  are  described 
in  reference  6. 

Particle  Size  Distribution 

The  particle  size  distribution  for  each  of  the  NATO  Round-Robin 
explosives  was  obtained  by  the  sieve  method.  The  percent  retained  on 
each  sieve  is  noted  in  table  9. 

CONCLUSIONS 

For  the  NATO  Round-Robin  test  program  both  the  Picatlnny  Arsenal 
impact  and  the  ERL  (NOL)  Type  12  Tool  tests  indicated  that  PETN  was 
the  most  sensitive,  and  TNT  the  least  sensitive  explosive.  However, 
HMX,  tetryl,  and  RDX  interchanged  positions  in  the  relative 
sensitivity  ranking  obtained  for  one  impact  tester  when  compared  to 
the  other. 

A  comparison  was  made  not  only  between  the  test  apparatus  but 
also  with  the  methods  used.  The  Bruceton  50%  point  and  the  Picatlnny 
Arsenal  10%  point  were  compared  to  the  same  values  obtained  from  the 
full  run-down  test  data. 


Black  particles  were  seen  in  the  solution  but  not  in  the  powder. 
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The  following  points  are  observed  with  reference  to  the  relative 
rankings: 

1.  The  PA  Impact  test  produced  the  same  relative  sensitivity 
ranking  based  on  the  Bruceton  50%  and  PA  10%  points: 

PETN  >  HMX  >  tetryl  >  RDX  >  TNT 

(In  this  connotation  the  tern  >  means  "more  sensitive  than") 

Using  the  50%  and  10%  points  from  the  run-down  tests  to  obtain 
relative  rankings,  the  results  were  the  same  as  above  except  that 
tetryl  and  RDX  switched  places  (although  HMX  and  RDX  had  almost  the 
same  value  In  the  10%  point). 

2.  The  ERL  test  produced  the  following  relative  ranking  based  on 
the  50%  Bruceton  point:  PETN  >  tetryl  >  HMX  >  RDX  >  TNT.  For  the 
rankings  obtained  with  the  PA  10%  point  and  the  run-down  10%  point, 
HMX  and  tetryl  reversed  positions.  The  run-down  50%  point  produced  a 
ranking  of  PETN  >  HMX  >  RDX  >  tetryl  >  TNT. 

3.  The  50%  Bruceton  and  PA  10%  point  on  the  Plcatlnny  tester  had 
produced  the  same  rankings  as  that  obtained  with  the  PA  10%  point 
with  the  ERL  tester,  namely  PETN  >  HMX  >  tetryl  >  RDX  >  TNT. 
However,  In  the  ranking  obtained  with  the  50%  Bruceton  using  the  ERL 
tester,  HMX  and  tetryl  reversed  positions. 

4.  In  the  run-down  tests  the  50%  point  on  the  Plcatlnny  and  ERL 
testers  produced  the  same  rankings,  namely,  PETN  >  HMX  >  RDX  >  tetryl 
>  TNT.  With  the  10%  point,  RDX  and  tetryl  reversed  positions. 

The  ranking  of  the  explosives  In  accordance  with  the  explosion 
temperature  test  was  as  follows:  PETN  >  tetryl  >  RDX  >  HMX  >  TNT. 

Within  experimental  error  the  chemical  analysis  agrees  with  the 
data  furnished  In  the  appendix. 

The  explosion  temperature  data  show  some  slight  differences  when 
comparing  similar  data  obtained  with  similar  United  States  made 
explosives.  The  DTA/TGA  thermograms  confirm  the  DSC  data.  In  terms 
of  thermal  sensitivity  the  explosion  temperature  data  agrees  with  the 
DTA/TGA  and  DSC  data. 

The  IR  and  NMR  spectra  of  each  explosive  were  compared  to 
referenced  spectra  and  the  traces  are  In  agreement. 
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In  the  electrostatic  sensitivity  test  no  fires  occurred  for  each 
explosive  at  the  0.25  joule  level. 

The  data  in  this  report  is  to  be  forwarded  to  BICT  for  analysis 
with  the  data  generated  by  the  other  NATO  participants. 
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Table  1.  Run-down  test  results  of  NATO  round-robin  explosives 
obtained  with  PA  Impact  tester 


Height 

Explosives 

-  percent  fired 

cm 

in. 

PETN 

HMX 

RDX 

Tetryl 

TNT 

12.7 

5 

0 

15.2 

6 

20 

17.8 

7 

15 

20.3 

8 

45 

22.9 

9 

50 

25.4 

10 

55 

27.9 

11 

55 

0 

30.5 

12 

70 

10 

33.0 

13 

80 

10 

0 

0 

35.6 

14 

85 

15 

25 

10 

0 

38.1 

15 

100 

25 

30 

25 

10 

40.6 

16 

50 

35 

30 

15 

43.2 

17 

65 

50 

40 

30 

45.7 

18 

70 

65 

55 

35 

48.3 

19 

90 

85 

70 

45 

50.8 

20 

100 

80 

80 

60 

53.3 

21 

95 

90 

70 

55.9 

22 

100 

100 

- 

58.4 

23 

75 

63.5 

25 

75 

68.6 

27 

85 

71.1 

28 

100 

Conditions: 

(1) 

2.5-kg  dropwelght 

(2) 

20  samples 

per  height 
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Table  2. 

Run-down 

obtained 

test  results  of  NATO 
with  ERL  (NOL)  Impact 

round-robin  explosives 
tester 

Height 

cm 

in. 

PETN 

Explosives  -  percent 
HMX  RDX 

fired 

Tetryl 

TNT 

25.4 

10 

0 

0  . 

33.0 

13 

25 

40.6 

16 

55 

50.8 

20 

70 

10 

0 

55.9 

22 

- 

- 

5 

63.5 

25 

100 

15 

71.1 

28 

10 

76.2 

30 

30 

10 

0 

88.9 

35 

10 

101.6 

40 

65 

50 

20 

106.7 

42 

55 

127.0 

50 

65 

70 

40 

132.1 

52 

65 

152.4 

60 

90 

90 

70 

157.5 

62 

80 

177.8 

70 

100 

100 

80 

182.9 

72 

100 

203.2 

80 

50 

228.6 

90 

75 

279.4 

110 

95 

Conditions : 

(1) 

2. 5- kg  dropweight 

(2) 

20  samples 

per  height 
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Table  3.  Comparison  of  Bruceton  50%  up-and-down  and  ARRADCOM  10%  points  with  run-down  test 
results 
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Table  4.  Relative  ranking  of  NATO  round-robin  explosives  according 
to  Impact  sensitivity  tests 


a.  ARRADCOM  Impact  test 


Bruce ton 

ARRADCOM 

Full  run-down  curve 

50  %  pt 

10%  pt 

50%  pt 

10%  pt 

PETN 

PETN 

PETN 

PETN 

HMX 

HMX 

HMX 

HMX 

Tetryl 

Tetryl 

RDX 

RDX 

RDX 

RDX 

Tetryl 

Tetryl 

TNT 

TNT 

TNT 

TNT 

b.  ERL 

(NOL)  Impact  test 

PETN 

PETN 

PETN 

PETN 

Tetryl 

HMX 

HMX 

HMX 

HMX 

Tetryl 

RDX 

Tetryl 

RDX 

RDX 

Tetryl 

RDX 

TNT 

TNT 

TNT 

TNT 

NOTE :  The 

rankings  are  listed 

as  the  most  to  the 

least  sensitive 

explosive. 
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Table  5.  Characteristics  of  NATO  high  explosives 
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Table  6.  Time 
explosives 

to  explosion 

temperatures 

of  NATO 

round-robin 

PETN 

HMX 

Tetryl 

RDX 

TNT 

1  sec 

562  K 

614  K 

564  K 

577  K 

776  K 

289‘’C 

341*0 

291*0 

304*0 

503*0 

5  sec 

496  K 

560  K 

507  K 

521  K 

473  K 

223‘’C 

287*0 

234*0 

248*0 

400*0 

5  sec  (ref  4) 

501  K 

573  K 

516  K 

534  K 

669  K 

228*0 

300*0 

243*0 

261*0 

396*0 

Explosion  temperature  ranking 

PETN 

Tetryl 

RDX 

HMX 

TNT 
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Table  8.  DSC  results  of  NATO  round-robin  explosives 


Perkin-Elmer  DSC-1,  lO^’C/min 
(lid  crimped  on  sample) 


Explosive 

M.P. 

Rapid  decomposition  (peak) 

K 

K 

-  . 

PETN 

414 

141 

475 

202 

Tetryl 

403 

130 

479 

206 

(detonated) 

RDX 

483 

210 

500 

227 

(detonated) 

HMX 

- 

551 

278 

(detonated) 

TNT 

346 

73 

606 

333 

Table  9. 

Particle 

size  distribution  (sieve 

Percent  retained 

method) 

Sieve 

(mm  size) 

PETN 

HMX 

Tetryl 

RDX 

TNT 

if  30 

(0.59) 

0.9 

21.9 

90.3 

0.4 

61.0 

a  80 

(0.177) 

98,0 

77.0 

9.7  94.1 

29.8 

#100 

(0.149) 

0.7 

0.8 

3.9 

3.9 

#140 

(0.105) 

0.3 

0.2 

1.1 

4.8 

#200 

(0.074 

0.1 

0.1 

0.5 

0.5 
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Figure  3.  DTA/TGA  thermogram  of  TNT  (in  nitrogen) 
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Figure  4.  DTA/TGA  thermogram  of  PETN  (in  air) 
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Figure  5.  DTA/TGA  thermogram  of  PETN  (in  nitrogen) 
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Figure  6.  DTA/TGA  thermogram  of  tetryl  (in  air) 
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Figure  8.  DTA/TGA  thermogram  of  tetryl  (in  nitrogen) 
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Figure  9.  DTA/TGA  thermogram  of  HMX  (in  air) 
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Figure  10.  DTA/TGA  thermogram  of  HMX  (in  nitrogen) 
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Figure  11.  DTA/TGA  thermogram  of  RDX  (In  air) 
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Figure  12.  DTA/TGA  thermogram  of  RDX  (in  nitrogen) 
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Figure  13.  IR  spectra  of  PETN 
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Figure  14.  IR  spectra  of  HMX 


WAVELENGTH  MICRONS 


29 


IR  spectra  of  tetryl 
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Figure  16.  IR  spectra  of  RDX 
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APPENDIX 


SAMPLES  OF  HIGH  EXPLOSIVES  SELECTED  FOR  A 
NATO  ROUND-ROBIN  TEST 


Bundeslnstitut 
fur  chemlsch-technische 
Untersuchungen  CBICT) 


5357  Swisttal,  7.^.1976 

Hoimorzholm 

ForneO^oC^or:  C02222')  4001 
Fernecnrotber :  6600310  Cli  O 
POBionecr>r(fii  Po»tfocr%  17  02  00 
0300  Bonn  1 


Samples  of  High- Explosives 
selected  for  a  NATO- Round-Robin  Test 


The  for  the  NATO,  for  explosives  competent  gremium,  AC/225, 
subpeinel  IV  2,  was  asked  by  the  Air  Armaments  V/orking  Party 
(AAV/P)  to  develop  and  standarize  methods  for  characterizing 
the  sensitiveness  of  explosives  for  lead-  and  booster  charges, 
and  to  define  the  sensitiveness  limits  of  STANAG  3525  (see 
also  AC/225,  panel  IV,  D/77). 

To  accomplish  this  task,  the  subpanel  IV  2  arranged  a  Round- 
Robin  Test,  where  the  participating  nations  were  to  ascertain, 
with  their  usual  test  equipment  and  methods,  the  sensitiveness 
of  identical  high  explosives.  < 

As  typical  explosives  TNT,  HMX,  RDX,  Tetryl  and  PETN  were 
selected  for  these  investigations. 


The  BICT  supplied  countries,  willing  to  participate  on  the 
Round-Robin  Test,  with  1  kg  each  of  above  mentioned  explosives 
and  provided  following  places  with  samples: 


BELGIUM 

FRANCE 


NETHERLANDS 


UNITED  KINGDOM 


260  Cie  Mun. ;  Camp  Reine  Astrid 

518  Probsteierwald  liber  Eschweiler,  RFA 

Etablissement  technique  de  Bourges  - 
Division  de  Contrdle  Pyrotechnique  - 
18015  Bourges 

Technologisch  Laboratorium  TNO 

Prins  Maurits  Laboratoria 

Rijswijk  (Z.H.)  -2100,  Lange  Kleiweg  137 

Procurement  Executive 
Ministery  of  Defence,  PERME 

Waltham  Abbey,  Essex  EN  9  IBP,  Powdermill  Lane 
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-  ,2  - 


UNITED  STATES  ARRADCOM  -  DRDAR 

Large  Caliber  Weapon  Systems  Laboratory 
Energetic  Materials  Division  (-LCE) 

Dover,  N.J.  07  801 

ITALY  MARIPERMAN,  La  Spezia 

Italy  on  its  own  accord  received  a  Tetryl-sample  only. 

The  shipping  of  TNT  and  Tetryl  took  place  in  the  state  as 
received  from  the  manufacturer,  HMX,  RDX  and  PETN  were  shipped 
moistened  with  30  %  water  to  comply  with  shipping  regulations. 

Prior  to  the  tests  the  moist  samples  were  dried  at  50°C  under 
vacuum  until  a  constant  weight  was  reached.  Then  the  dried 
samples  were  screened  through  a  coarse  sieve  (1  mm  mesh)  to  rid 
them  of  lumps.  Thus  a  uniform,  free  flowing  product  was  obtained. 

All  samples  should  be  tested  without  additives  or  further  break- 
do\>m  of  particles. 

The  explosives  were  purchased  by  us  since  we  ourselves  are  not 
in  a  position  to  produce  lots  of  this  size.  Later  difficulties 
arose,  since  the  supplier  were  not  able  or  willing  to  furnish 
the  manufacturing  history  of  the  various  explosives. 

In  the  enclosures  1  to  5  you  will  find  further  details  on  said 
explosives.  Moreover  it  will  remain  our  endeavour  to  obtain 
details  on  manufacturing  procedures  which  will  be  forwarded  to 
the  involved  nations. 
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Anlanje  1 

zu  3.4-9/4510/78 


Herstelle'r : 
(Manufacturer ) 


TNT-Probe  fur  Round-Robin  Test 

Fa.  Dynamit  Nobel  AG  (W-Gen:iany) 
Werk  Leverkusen-Schlebusch 


Probenbezeichnung : 
(sample  symbol) 


S  -  1  -  32,  Charge  7  vom  14.12.1972 


Herstellungsverf ahren : 
(manufacturing-process) 


Aussehen; 

(appearance ) 

Erstarrungspunkt ; 
(Solidification  point) 

Schmelze; 

(melting) . 

fliichtige  Bestandteile : 
(volatile  material) 

Aciditat: 

(acidity). 


Alkalitat ; 

(alkalinity) 

Benzolunlbsliches ; 
(insoluble  in  Benzene) 

Gliihruckstand ; 

(ash) 


Natrium : 
(sodium) 


Chargenverf ahren,  Nitrierung  in  3 
Stufen  und  anschlieBende  Reinigung 
des  Roh-TNT  durch  Natriumsulf it-V/asche 

(Batch-process,  three-stage  nitration 
and  purification  with  Sodiumsulfite ) 

hellgelbe  Schuppen,  ca.  0,54  mm  dick  . 
(light- yellow  flakes,  ca.  0,54  mm  thick) 


80,77°C 


klar,  ohne  Bodensatz 

(clear,  without  insoluble  material) 

<  0,01  % 


<0,001  % 


keine 


(none) 


<  0,001  % 
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Oxidierbare  Bestandteile: 

2,6  -  DNT 

0,002  % 

(oxydable  components) 

2,4  -  DNT 

0,020  % 

3,5  -  DNT 

0,030  % 

r  -  TNT 

0,050  % 

fi  -  TNT 

0,004  % 

Beim  Zufiigen  von  0,002  n  KMnO/-Lbsung 
zu  einem  durch  Kochen  mit  \Jasser.  er-  . 
haltenem  Auszug  keine  Entfarbting  in  1  h 

■  (no  decoloring  of  a  KMnO^- solution 

0,002  n  for  1  h  after  adding  an  extract 
from  TNT  obtained  by  boiling  with  water) 

Ausseigerung;  0,08  % 

(exudation) 

Fleck-Probe;  '  23  nun  0 

(spot-test) 

Vakuumstabilitat ;  0,02  ml  (2,5  g/lOO°C) 

(Vacuum  stability) 

Verpuffungspunkt ;  297^0  (0,5  g;  20®C/min) 

(deflagration-point) 

(Die  Daten  sind  dem  Priifbericht  2,1-2/3724/75  entnommen) 
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1 

Anlar^e  2 

zu  3.4-9/4510/78 

* 

HMX- Probe  fiir 

e 

Round- Robin  Test 

' 

Hersteller; 

Fa.  Soc.  Nationale  des  Poudres  et 

1 

t 

(manufacturer) 

Explosifs  (SNPE)  Poudrerie  de  Sorgues, 
Frankreich 

1 

Probenbezeichnung ; 

grade  I  classe  I  Nr.  122  60844 

1 

1 

1 

(sa.mple  symbol) 

Lieferung  vom  21.8.1973 

(receiving  date;  21  of  August  1973) 

1 

1 

1 

Herstellungsverf ahren : 
(manufacturing  process) 

keine  Angaben,  konnte  auch  anlaBlich 
eines  Besuches  bei  der  Herstellerfirma 
nicht  in  Erfahrung  gebracht  warden. 

1 

1 

1 

•1 

1 

• 

(not  yet  available) 

1 

t 

1 

Aussehen; 

farblose  Kristalle 

i 

1 

(appearance ) 

(colourless  crystals) 

I 

- 

Schmelzpunkt : 

(melting  point) 

271, 8°C 

1 

1 

1 

1 

1 

1 

i 

1 

A 

Acetonunlbsliches ; 

(insoluble  in  acetone) 

0,01  % 

1 

1 

i 

1 

Gliihriickst  and ; 

(ash) 

0,01  % 

i 

1 

j 

Unlosliches  auf  US-Sieb  60: 
(insoluble  particles) 

./. 

.  j 

Aciditat : 

< 

(acidity) 

0,002  %  (als  CH^COOH) 

1 

1 

Kornverteilung ; 

>0,5  mm  31 ,22 

1 

1 

-A 

(particle  distribution) 

>0,3  mm  44,00  % 

>  0,15  mm  20,8o  5^ 

>  0,125  mm  1,56  % 

>  0,075  mm  1,52% 

<  0,075  mm  0,9o  % 

( 

1 

1 

1 

1 

i 

m 

Hexogengehalt : 

2,2  %  , 

i 

1 

1 

(RDX- content) 

-  2  - 

1 

i 

1 

i 

^5 

1 

1 

1 

Vakuumstabilitat : 
(Vacuum  stability) 


Anlage  2 

2u  3.4-9/4510/78 

-  2  - 

0,13  ml  (2,5  g/l00°C) 


Verpuf fungspunkt :  27^^C  (0,5  g;  20°C/inin) 

(deflagration  point) 

(Die  Daten  wurden  aus  dem  Prufbericht  2.1-2/3711/75  entnommen) 
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Anlarije  3 

zu  3.4-9/4510/78 


RDX- Probe  fiir  Round- Robin  Test 


Lieferant:  Fa.  Dynarait  Nobel  AG,  Troisdorf 

(supplier) 


Pr  obenbe  ze  i  chnung': 
(sample  symbol) 


Lieferxmg  vom  22.4.1974 
(receiving  date) 


Hersteller : 
(manufacturer) 


Fa.  Soc.  Nationale  des  Poudres  et 
Explosifs  (SNPE)  Frankreich 


Her stellungsverf ahren ; 
(manufacturing  process) 


Aussehen: 

(appearance ) 

Schmelzpunkt : 

(melting  point) 

Aciditat ; 

(acidity) 

Alkalitat : 

(alkalinity) 

Acetonunlosliches : 
(insoluble  in  acetone) 


keine  Angaben 

Die  Lief erf irma  wurde  gebeten,  sich 
mit  dem  Hersteller  in  Verbindung  zu 
setzen. 

(not  yet  available) 

weifle  Kristalle 
(white  crystals) 

204, 6°C 


0,003  %  (als  CHjCOOH) 


keine 

(no) 

0,01  % 


sandige  Bestandteile ;  keine 

(sandy  materials)  (no) 


Aschegehalt: 

(ash) 


Ko  m ve  rt  e i lung ; 
(particle  distribution) 


Rieselfahigkeit.; 

(purling) 


)  0, 5  ,  mm  1,00% 

>0,4  mm  1,58% 

>0,315  mm  21 ,  o4  % 

>0,2  mm  56,49  % 

>0,1  mm  18,89  % 

>0,05  .mm  0,92  % 

<0,05  mm  0,08  % 

Trei  flieBend, ' ohne  Klumpen 
(free  flowing,  without  Ivimps) 


-  2  r 
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Vakxiumstabilitat 
(vacuum  stability) 

Verpuffungspunkt ; 
(deflagration  point) 

Cl",  S04=,  NO^" 

(Die  Daten  stammen  aus  dem 


0,26  ml  (2,5  g/100°C) 

238°C  (0,5  g;  20°C/min) 

nicht  nachweisbar 
(not  detectable) 

Pruf bericht  2 . 1 -2/3729/75 ) 
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7.\i  3.4-9/4^10/78 


Tetryl  ftir  Round- Robin  Test 


Hersteller : 
(manufacturer) 

Probenbezeichnung : 
(sample  symbol) 

Herstellungsverf ahren : 
(manufacturing  process) 


Aussehen: 

(appearance ) 

Schmelzpunkt : 

(melting  point) 

fluchtige  Bestandteile : 
(volatile  material) 

Benzolunlosliches : 

(insoluble  in  benzene) 

Aschegehalt: 

(ash) 

mechanische  Verunreinigungen; 
(impurities ) 

Aciditat: 

(acidity) 

Alkalitat: 

(alkalinity) 

Kornverteilung : 

(particle  distribution) 

Rieselfahigkeit : 

(purling) 


Fa.  Dynamit  Nobel  AG  (V/-Germany) 

Zufa,  Troisdorf 

Charge  43,  Lieferung  vom  2.4.1976 
(receiving  ddte) 

Stufenv/eise  Nitrierung  von  Dinitro- 
methylanilin,  Stabilisierung,  an- 
schliefiend  Umkristallisation  aus 
Aceton  und  Granulierung 
(stepwise  nitration  of  D?JMA, 
stabilization,  recrystallisation 
from  acetone  follov/ed  by  granulation) 

hellgelbes,  feinkbrniges  Granulat 
(light-yellow,  fine  granules) 

129, 2°C 


<  0,01  % 


0,02  % 


:  keine 

(no) 

0,003  %  (als  HNO^)  . 

keine 

(no) 

^  1 , 0  mm  14,25^ 

>  0,5  mm  85,8  % 


<  6,5  mm 

flieBt  ohne  Stocken  durch  einen  Trichter 
mit  einer  Offnung  von  6  mm  0 
(free  flov/ing  through  a  funnel  with 
6  mm  0  stem  opening) 


Schiittdichte : 

(bulk  density) 

Vakuumstabilitat : 
(vacuum  stability) 

Verpuf fungspunkt : 
(deflagration  point) 


0,94  g/ral 

0,15  ml  .  (2,5  g;  100°C) 


200°C 


(0,5  g;  20°C/min) 
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Anln/ro 

zu  ^.4-9/4510/78 


PETN- Probe  fur  Round-Robin  Test 


Hersteller:  Fa.  Dynamit  Nobel  AG  (\7-Germany) 

(manufacturer)  Zufa  Troisdorf 


Probenbezeichnung ; 
(sample  symbol) 


Lieferung  vom  30.5.1974 
(receiving  date) 


Kerstellungsverf ahren : 
(manufacturing  process) 


Aussehen: 

(appearance ) 

Schmelzpunkt : 

(melting  point) 

Stickstoffgehalt ; 
(nitrogen  content) 

Aciditat : 

(acidity) 

Allcalitat : 

(alkalinity) 

Acetonunlosliches : 
(insoluble  in  acetone) 

sandige  Bestandteile ; 
(sandy  materials) 

Bergmann- Jung- Test ; 

Abel  Test  bei  80°C; 


KorngrdBe ; 
(grain  size) 


Rieselfahigkeit : 
(purling) 


kontinuierliche  Nitrierung  von 
Pentaerythrit  und  Umkristallisieren 
aus  Aceton 

(continuous  nitration  of  pentaerythritol 
and  recrystallisation  from  acetone) 

v/eiBe  Kristalle 
(white  crystals) 

141 ,4°C 
17,7  % 

<  0,001  %  (als  HNO^) 

keine  . 

(no) 

<  0,01  % 

keine 

(no) 

0,3  ml/g 

keine  Farbung  innerhalb  60  min 
(no  color  in  60  min) 

sehr  fein,  v/egen  elektrostatischer 
Aufladung  nicht  bestimmbar 
(very  fine,  because  of  electrostatic 
phenomena  not  determined) 

rieselt  ohne  zu  stauben,  keine 
Klumpen 

(free  flowing  without  dust,  no  lumps) 


Vakuumstabilitat :  0,64  ml  (2,5  g;  100°C) 

(vacuum  stability) 

Ye  rp-u . flung  spunk  t;  205°C  (0,5  g;  20°C/min) 

(deflagration  point) 

(Die  Daten  staramen  aus  dem  Prufbericht  2.1-2/3732/75) 
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